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AeriaMmage-based photomask inspection minimizes false positives. 
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to enhance image quality and reduce printable feature ilze. 
Inspection systems that do not Illuminate the reticle at the 
stepper wavelength and do not reproduce the physics or the 
optical path cannot account for these effects m the course of 
inspection, either detecting mask defects that do not print 
or missing defects dial can compromise the printed devices. 
To address this Issue, our group at Applied Materials 
(RebovoT, Israel) has developed a new technology for mask 
inspection — aerial -image-based mask inspection, 1 

New Challenges 

As the design rules shrink, designers must turn to subwave- 
Ungth lithography — printing features as small as 65 run 
with 193-nni illumination, working below the diffraction 
limit, wherein the optics cannot faithfully reproduce the 
desired pattern without recourse to resolution enhancement 
techniques (RETs). RETs include optical proximity correc- 
tion (OPC), in which subwavelength, non-printing 
additions such as serifr sharpen up comers and line-ends, 
and alternating plwse^hifHng masks (FSM). in which ihe 
light from adjacent features undergoes phase inversion to 
increase contrast and enhance resolution. Manufacturing 
high-quality RET masks becomes increasingly difficult as 
the feature sizes shrink and the manufacturing technologies 
become more complex, making masks one of the primary 
challenges at the 65 -nm node. 

The actual princabilny of subwavelength defects is a com- 
plex issue: some may not print at all. having no effect on 
yield, while others may produce large pattern emirs, effec- 
tively killing the device. The relative dimensional scaling 
between a mask defect and the printed defect, called mask- 
error enhancement factor (MEEF). is given by: 

where the factor of four accounts for the nominal 4: 1 step- 
per reduction ratio and LCD refers to the change in 
critical dimension (CD), e.g., the width of a line or the 
diameter of a contact. As illustrated below, the MEEF 
depends on the pattern features, geometry, and density. In 
high MEEF patterns (MEEF greater than one), a small 
defect on the critical features of the reticle Js enlarged 
when transferred to the wafer. Conventional inspection 
tools examine the mask pattern Itself and so cannot predict 
how a defect will turn out on the wafer: detecting and clas- 
sifying defects in high-MEEF masks presents challenges, 
and the results may be misleading. 

Defect classification methodologies include hardware (for 
example, the aerial-imaging microscopes used far final quali- 
fication of reticles after repair) and software (for example, 
simulations of the expected aerial Image, based on a reticle 
image). Both of these methods incorporate traditional 
inspection hardware that scrutinizes the reticle, not the 
Image it produces. Improving yield requires an alternative 
solution to mask inspection. 

Aerial imaging vs. Mask Imaging 

Many reticle defects such as extrusions, protrusions, and 
proximity pinholes and pindots manifest themselves on ihe 



wafer as CD variations and contribute to CD non-unifor- 
mity. The geometry of the pattern changes between mask 
and wafer, though, because of the imaging optics of the 
stepper. What we see on the mask is not necessarily what we 
will see on the wafer. Consider a bump defect between two 
lilies in an alternating PSM. On the wafer, this defect pro- 
duces a CD variation In the lines but the bump itself is not 
printed at alt Similarly, a clear protrusion from the corner 
tif a contact hole wlfl cause a CD variation on the wafer as 
well as shape asymmetry In the contatl hole, but the defect 
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ntroduced hi 2001 , X architecture is an on-chip inter* 
npnnect architecture based on the pervasive use of 
-tlagonal wiring. Compared to the conventional rGctiDrv 
ear (Manhattan) architecture, the approach reduces 
total cnip wire length by an average 20% and via count 
by an average of 30%, resulting in simultaneous 
improvements in chip speed, 
power consumption, and cost- One 
major practical question remained 
to tie answered, though: would 
implementing massive numbers of 
diagonal wires introduce unfore- 
seen issues for photomasks? 

Several members of the 
X Initiative Industry consortium col- 
laborated to answer this question 
for the 1 30-nm process node. The 
experiment involved applying opti- 
cal proximity correction (OPC) to 
the metal layers four and five of an X-archltecture design. 
The results demonstrated that data sizes and runtimes 
were well within the range of normal, as compared to a 
Manhattan design, 

DuPont Photomasks (Round Rock, TX) created test 
photomasks using GDS data supplied by Cadence Design 
5ystems inc. (San Jose, CA) with added OPC features. 
Data was fractured using CATS software from Synopsys 
(Mountain View, CA), Due to the large number of diagonal 
figures, the team wrote the mask pattern with a laser 
based mask pattern generation system (ALTA 4OO0; Etec 
Systems; Santa Clara. CA). using a nigh-throughput 
raster-laser scan-in approach. Printing required 113 min- 
utes- There were no data prep issues and lithography 
data Re sizes for both layers were reasonable. 

The 1 30-nm mask was inspected using a TeraStar 




Inspection results from X-arcnltecture 
photomask show single contamination 
defect; no false defects flagged. 



reticle inspection system from KLA«Tencor (Milpitas, 
CA), which was able to handle the diagonal structures or 
X-architecture designs. Of particular interest was the 
question of whether the advanced OPC would Introduce 
any inspection problems; In general, the use of OPC will 
often result in greater data preparation times and larger 
data preparation files. 

The process involved 69 s of 
data preparation time and pro- 
duced a data volume of n -7 MB. 
comparable to those associated 
with traditional IC layout design. 
The system detected a few defects 
that had no lithographic signifi- 
cance, and the false-oefect counts 
for diagonal features was compa- 
re ble to the conventional 
Manhattan architecture. 
The experiment demonstrated 
that X-architecture masks for the 1 30nm node can be 
manufactured successfully using existing photomask 
preparation, writing, and inspection tools with wrtte-tlmes 
and quality comparable to tnose for Manhattan designs. 
Pernaps even more Important, this efTort provides an 
example of how collaboration among members of the 
design chain can nelp overcome technical obstacles to 
the introduction of new design and/or manufacturing 
techniques. As the semiconductor Industry pushes ever 
furtner Into the subwavetength world, this kind of collabo- 
ration will become more and more necessary to keep on 
track with Moore's Law. 

AMFipmura is cNef technology officer of Cadence Design 
Systems Inc.. San Jose, CA. Contact: 408-943-1234; 
infox@xnitiatMe. org. 




itself will not be resolved or printed. 

Many of the defects detected by traditional inspection 
methods are not transferred to the waiter, do not affect the 
CD uniformity of Lhc wafer, and are of little interest to 
semiconductor manufacturers. The effect of a defect is, not 
surprisingly, related to size (see figure 1). In the sparse pat- 
tern shown in the figure, a 120-nm defect does noL affect 
CD adversely, whereas a defect nearly twice ihat size directly 
impacts device functionality. 

The aerial image of a mask consists of the light intensity 
distrfbuuon at the wafer plane, as produced by trie snipper 
Illumination source and projection optics. While the aerial 
image doe* not predict the final partem in the developed 
photoresist, it does faithfully reproduce all the optical 
physics including the effects of RETs and the nonlinear 
response of defect transfer described by MEEF. An inspec- 
tion technology based on aerial imaging can thus alert the 



operator to defects that actually print, allowing them to 
ignore those chat may be present on the mask but have no 
impact on the final result. 

An aerial image inspection tool should be designed to 
reproduce the physical effects of the stepper optics, while 
examining at a small area of the reticle with high magnifi- 
cation to enable defect detection. The aerial imaging 
inspection system we propose uses a light source and illu- 
mination optics similar to those used for a lithographic 
Stepper (see figure 2). The illumination used is a pulsed 
exclmer laser operating at lithographic wavelength. The 
imaging optics for Lhc inspection system are designed to 
emulate the stepper optics: ihe numerical aperture (NA) 
and illumination settings (rfgma values) of the stepper can 
be set on the inspection tool, and various off-axis illumi- 
nation schemes (e.g., annular, quadrupole) can be 
applied. Instead of imaging the pattern onto a wafer, how- 
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ever, the system images the partem onto 
a CCD camera. Processing the resultant 
image provides an accurate assessment 
of mask performance and defects. 

The inspection concept is a classical 
dle-to-dic inspection model in which the 
identical dies of a reticle are compared 
one to the other to reveal detects. Since 
the Inspection is at-wavelength and uses 
aerial imaging, issues such as OPC, 
MEEF, and phase effects are Inherently 
accounted for. Using this method, mask 
makers could inspect and qualify the reti- 
cle in a single step. 

The defect location in the aerial image 
is identical to the defect location in the 
mask and the mapping is very straightfor- 
ward. To assist the user In identifying 
defect cause and in choosing repair strat- 
egy, the system is also equipped with 
additional optics for review, which pro- 
vide a hlgh-NA, highly magnified optical 
image of the defect. 

Detecting Defects 

A comparison of the MEEF calculation 
for the reticle image and the aerial 
image of an attenuated PSM with a 
contact defect shows the enhanced per- 
formance of the aerial image method 
(see figure 3). The defect consists of a 
dark intrusion at the lower edge of a 
contact. We estimated the CD variation 



from image cross sections, 
measuring a 33% CD 
variation In the aerial 
Image versus a 12% CD 
variation in Lhc reticle 
image; this data implied a 
MEEF factor of 2.75, The 
actual CD variation on 
the wafer printed from 
this reticle was 35%, con- 
sistent with the aerial 
image measurement. 

These examples, as well 
as the example of non- 
printing errors shown in 
Figure 1, clearly illustrate 
how the defect in the aer- 
ial image is much more 
representative of the trans- 
ferred pattern than the 
image of the defect on the 
reticle.. The aerial image of 
the mask provides more 
useful information on ihe 
duality of the mask, com- 
pared to the magnified 
mask image. 
High-quality masks for 193-nm pho- 
tolithography, manufactured using 
resolution enhancement techniques such 
as OPC and phase shift, are among the 
enabling technologies for next-generation 
chips. Effective inspection of these mask* 
Is increasingly difficult; as mask complex- 
ity grows, feature siz&£ shrink and defeel 
printability is no longer directly corre- 
lated. An aerial-image-based mask 
inspection tool designed to solve these 
Issues should reproduce the physical 
effects of the stepper optics. Imaging the 
reticle with high magnification to enable 
detection of small defects, oe 
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